DECORATIVE PROCESSES

PROCESSES             Color with potassium sulphide solution.

Coloring                Remove excess color with whiting,

p. 72                    Polish with a chamois buffing wheel.
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SETTING THE STONES

Stones are set after the article has been colored
and buffed.

The edge of the bezel is then tapped or bur-
nished over the stone to hold it in place.

Holding                Hold the article on a shellac stick or in ring

the                        clamp, depending upon the size and the shape

Article                  of the article.

Place the tool selected to hold the article in the
jaws of the table vise.

Setting                  Place the stone in the set with the stone lifter;

the                        be sure the girdle of the stone rests on the

Stone  '                 bearing.

Tap the metal around and over the stone with
a small repousse tool and chasing hammer as
shown in Fig. 55.
Smooth with a file or graver.
Burnish the metal thus hammered with a bur-
nisher.

Remove the article from the tool which holds
it; if held in a shellac stick see Question 14.

Setting                  Small stones may be set by pushing the bezel

Small                    over with the pusher and finishing with a bur-

Stones                   nisher.

Finishing               Remove any marks left by the setting tool.

Retouch with a small brush and color.
Rub with a chamois cloth or buffing wheel for
the final polish.  A burnisher may also be used.